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ABSTRACTED- PUB-NO: BE 883894A 

BASIC-ABSTRACT: Isolated double bonds in 1,3-diene 
homopo 1 yme rs and/or 

copolymers, are isomerised into conjugated double bonds 
temps, of up to 250 

deg.C in the presence of an alkali alcoholate as 
isomerisation catalyst and 
opt. in a solvent. 



03/11/2003, EAST Version: 1.03.0002 



Pref. isomerisation catalysts are Na and/or K salts of 
monohydric 1-2 OC 

(cyclo) aliphatic alcohols. The isomerisation may be 
carried out at 0-150 deg.C 

in the presence of a highly polar aprotic cpd. such as DMF, 

DMSO or 

N-methylpyrrolidone, in addn. "to the catalyst. 

The process is esp. useful for treatment of relatively low 
mol . wt . 

polybutadienes to give prods, contg. a high proportion of 
cis-1,4 units, with a 

low gel content and low alkali metal ion content. The 
prods . have improved 

drying properties and are esp. useful in the prodn. of 
coating compsns. 
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